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(54) Antimicrobial contact lens 

(57) The present Invention provides antimicrobial 
ocular lenses made from a polymeric material that con- 
tains an inorganic antimicrobial agent in order to make 
the lens resistant to microbial growth in the body or on 
the surface of the lens. In one embodiment the inor- 
ganic antimicrobial agent is a zeolite which contains 
antimicrobial metal ions. Lenses of the invention prevent 
microbial contamination and growth thereon by incorpo- 
rating the inorganic antimicrobial agent into the lens 
material. A lens of the invention does not leach the anti- 
microbial agent into the eye during use or into ophthal- 
mic solution in which it may be stored, and is safe (non- 
toxic) for in vivo use. Furthermore, substantial antimi- 
crobial properties are not imparted to the solution, nor 
are the characteristics of ophthalmic solutions altered. 
As a result, all types of ophthalmic solutions can be 
used safely with a contact lens of the invention. Another 
advantage of the antimicrobial agent of the invention is 
that it does not cause substantial discoloration of the 
lens overtime. In another aspect, the invention provides 
a method of killing or reducing microbes on a contact 
lens made from a polymeric material by adding an anti- 
microbial-effective amount of an inorganic antimtoroblal 
agent to the polymeric material. 
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Description 

FIELD OF THE INVENTION 

[0001] The present Invention relates to antimlcn>* 
bial ocular lenses made from a polymeric material 
which , contains an inorganic antimicrobial agent, the 
leiis having antimicrobial surfaces, and the like. 

P A C KG R OUNP OF TH E IN VEN TIO N 

[0002] Contact lenses are often exposed to micro- 
organisms, which can cause Infections in the eye after 
the infected lenses are worn. Conventional contact 
lenses should be periodically disinfected by the user to 
prevent infection or other deleterious effects on ocular 
health associated with contact lens wear. There are 
several conventional systems and methods aimed at 
preventing or at least reducing the microbial contamina- 
tion of contact lenses,. Including sterilization solutions, 
enzymatic cleaners and heat sterilization cases. 
[0003] Microbial contamination of the contact lens 
case which stores the lenses when not in use or during 
cleanings can also contribute to tiie problem of infec- 
tion. The usual method employed to inhibit microbial 
growth on the case is to avoid its contamination to the 
extent possible, to cap the case, and to dean the case 
periodically. When a contact lens is placed in the case, 
it is usually immersed in ophthalmic solution which may 
provide a nutritive media for growth of bacteria and 
other microbes. However, antibacterial or preserved 
solutioris are less effective against bacteria that are pro- 
tected by a biofilm (a nutritive and protective film pro- 
duced by microorganisms), which protects the bacteria 
by minimizing their contact with the solution. 
[0004] Commercial ophthalmic solutions used for 
the care of contact lenses include saline solutions, lens 
cleaning solutions which incorporate a cleaning/disin- 
fecting agent, and conditioning solutions. Since these 
solutions usually come into direct contact with the con- 
tact lens and the eye, many different preventative meas- 
ures are taken to minimize contamination with 
microorganisms, such as Infectious bacteria. These 
include avoiding bacterial contamination of the solution 
by packaging the solution under sterile conditions and 
designing the container to minimize the likelihood of 
contamination due to improper handling; Another 
method for preventing contamination Is t)y incorporating 
a preservative into the solution that inhibits growth of 
microorganisms. In fact,, many eye care systems 
designed to combat microbial growth are directed to 
making the ophthalmic solution antimicrobial. 
[0005] Silver ions have been incorporated in oph- 
thalmic solutions to prevent bacterial or microbial 
growth. For example, Schweisfurth et al., Contactologia, 
Vol 7D, pages 144-47 (1985) . discloses antibacterial 
properties of silver-containing solutions used for stor- 
age and disinfection of contact lenses. Additionally, a 



sodium silver chloride complex (SoluSept, Simllasan 
AG, Switzeriand) has been used as a preservative for 
ophthalmic solutions. In each case, the silver imparts 
antimicrobial properties to the ophtiialmic solution. 

5 [0006] U.S. Pdt. No. 5,320,843 issued to Raheja et 
al. provides a method for improving the antibacterial effi- 
cacy of an ophthalmic solution used in the care of con- 
tact lenses. The method uses a contact lens case which 
includes an aluminosilicate earner, such as zeolite, 

10 retaining antibacterial metal ions. Ophthalmte solution is 
placed in contact with the article in order to render the 
solution antimbrobial; the zeolite releases metal ions 
into the ophthalmic solution in contact with the case. 
[0007] Antimbrobial solutions containing silver ions 

15 can interact in unpredk:table ways with certain compo- 
nents in the solution, and could Inactivate tiie solution or 
adversely react with it. Such components include phos- 
phate-buffered saline and NaCI. For example, the phos- 
phate in PBS could precipitate with silver resulting in a 

20 change in pH of the ophthalmic solution. In addition, sil- 
ver may react with chloride ions from NaCI to form silver 
chloride, which can cause serious irritation to the eye. 
[0008] It would be highly advantageous instead to 
have a contact lens which has antimicrobial properties, 

25 in order to prevent the growth of mbrobes thereon and 
a consequential infection of the eye. A contact lens hav- 
ing antimterobial properties has a reduced tendency to 
become contaminated with bacteria and other 
mk^robes, and car) better tolerate the consequence of 

30 less stringent and less frequent disinfection procedures. 
Moreover, lenses need not be separately disinfected to 
decrease the possibility of mrcrobial contamination. 
Antimbrobial lenses can be stored under conditions 
whrch usually would contribute to contamination of the 

35 lens, but due to its antimicrobial properties, the lenses 
remain in a disinfected or microbially uncontaminated 
state. Furthenmore, a contaminated contact lens case is 
unlikely to spread microbes to the antimicrobial lenses, 
which are frequently stored in the case. In this manner, 

40 the chance or probability of contaminating an antimbro- 
b'el lens is reduced, and may even be substantially 
eliminated. Rnally, since the ophthalmic solution does 
not contain the antimk^robial agent, formutators are not 
concerned with trying to balance the possible chemical 

45 reactions which can take place when adding an addi- 
tional reactive component. Therefore, it is important to 
design an antimicrobial contact lens that does riot 
release the antimicrobial agent into ophthalmic solution 
or the eye, to avoid adverse or undesired reactions. 

50 [0009] U.S. Patent No. 5,340,583 issued to Dzlabo 
et al. teaches a contact lens whteh is substantially sil- 
ver-free and has a quaternary ammonium-containing 
organosilane as an antimk^robial component The qua- 
ternary ammonium-containing organosilane molecules 

55 used in Dziabo et al. are large organk: molecules, which 
may promote antibiotic resistance over time. Further- 
more, these compounds can lead to initation of the ocu- 
lar tissues of sensitive users. Thus, it would be 
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advantageous to provide a contact lens having an anti- 
microbial component, which is non-toxic and safe, with- 
out causing ocular invitation, and well toierated in 
people. 

SUMMARY OF THE INVEI^IQN 

[0010] The present invention provides a means for 
preventing microbial contamination and growth on or in 
ocular lenses, by incorporating an inofiganic antimicro- 
bial agent into the lens material. A lens of the invention 
does not leach the antimicrobial agent into the eye dur- 
ing use or into ophthalmic solution in which it may be 
stored, and is safe (non-toxic) .for in vivo use. Further- 
more, sut>stantial antimicrobial properties are not 
imparted to the solution, nor are the characteristics of 
ophthalmic solutions altered. As a result, all types of 
ophthalmic solutions can be used safely with a cont^ 
lens of the invention. Another advantage of the antimi- 
crobial agent of the invention is that It does not cause 
substantial discoloration of the tens over time. 
[0011] The antimicrobial characteristics of a lens of 
the invention reduce and potentially eliminate the likeli- 
hood of contamination, even without antimicrobial oph- 
thalmic solution or conventional disinfecting techniques. 
If a conventional lens t>ecomes contaminated, a biofilm 
may form on the surfece of the lens or contaminated 
case as a result of colonization of contaminating micro- 
organisms. The present invention provides a method of 
inhibiting the formation of such a biofilm on the surfeces 
of the contact lens without the use of an antimicrpbiat 
ophtiialmic solution or conventional disinfecting means. 
[0012] thus, the present invention provides a novel 
antimicrobial ocular lens which is made from a poly- 
meric material that contains an inorganic antimicrobial 
agent 

[0013] In another embodiment, the invention pro- 
vides a contact lens made from a polymeric material 
which contains a silver zeolite, wherein the zeolite is 
between about 0.1 to 3 wL % of the polymeric material 
and contains an amount of ion-exchanged silver ions in 
a concentration of about 0.01 to 5 wt % of the zeolite 
and an amount of ion-exchanged ammonium ions in a 
concentration of about 0.5 to 15 wt % of the zeolite. 
[0014] In another aspect, the Invention provides a 
hnethod of killing or reducing microbes on a contact lens 
made from a polymeric material by adding an antimtero- 
bial-effective amount of an inorganb antimicrobial agent 
to the polymeric material in order to make the lens 
resistant to microbial growth in the body or on the sur^' 
fece of the lens. 

BRIEF DESCRIPTION OF THE DRAWING 
[0015] 

Rg. 1 is an elevation of a contact lens 11 having a 
lens body 12 in accordance with the present inven- 



tion. 

Rg. 2 is a sectional elevation along line 2-2 of Fig. 
1 showing antimk^robial zeolite 13 dispersed 
throughout the lens body 12. 
5 Rg. 3 is a diagramatk: elevation of a contact lens 1 1 
having antimicrobial zeolite 13 sprayed onto the 
surfeces of lens body 12. 

DETAILED DESCRIPTION OF THE INVENTION 

10 

[0016] All patents, patent publications, and litera- 
ture references cited in this specification are hereby 
incorporated by reference in their entirety. 
[0017] As used heroin, 'antimlcrobiar is synony- 

15 mous with amibacterial, microbtoidal, bacterteidal, anti- 
biotic, and the like, all of whk;h may be used 
interchangeably, and means bioddal (i.e. , reducing sub- 
stantially or eliminating the number of microbes on a 
surface) and/or merely inhibitory of mk:robial growth 

20 (also known as biostatic, i.e., causing no increase In 
microbial growth) for a partrcular microbe, depending on 
the needs of the practitioner. The antimicrobial property 
of a substance can be assessed by testing under condi- 
tions in whk:h the absence of the substance would per- 

25 mit microt>es to grow. 

[0018] As used herein, the temi "antimicrobial 
agent" refers to an antimk^robial compound of the inven- 
tion, or any portion thereof, having antimicrobial proper- 
ties. For example, silver zeolite is an antimicrobial agent 

30 of the invention, and the antimicrobial silver ions that are 
retained by the zeolite are a 'portion thereor which are 
also an antimtorobial agent. 

[001 9] As used herein, the temn "active", when used 
to describe an ingredient of a contact lens of the present 

35 invention, refers to the antimicrobial compounds or 
components described herein. 
[0020] As used herein, the term "effective amount" 
is used synonymously with "sufficient amount", both 
terms referring to the amount of active ingredient in a 

40 lens of the invention required to achieve the antimicro- 
bial properties thereof. This amount is at least equal to 
MBC (minimum biocMal content, /.e., the content nec- 
essary to kill 99.9% of an inoculum of microbes within 
24 hours of inoculation) when a biocidal effect is 

45 desired, and MIC (minimum inhibitory content) when an 
effect that is merely inhibitory of mbrobial growtii is 
desired. The MIC and MBC are expressed as the mini- 
mum content of an antimicrobial agent In ^g/cc. The 
smaller the value, the greater the efficacy of the antimi- 

50 crobial agent 

[0021 ] As used herein "non^leachable" into ophthal- 
mte solution in a substantially antimicrobial amount shall 
mean that the antimterobial agent is not released from a 
lens which contains it, into a contacting aqueous media, 

55 including ophthalmic solution or the eye, over a period 
of twenty-four hours in an amount sufficient to impart to 
the media the antimterobial property or characteristic 
that is desired of a lens of the invention. For example, 
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the antimicrobial agent Is substantially non-leachabte in 
this manner if it imparts antimicrobial properties to a 
contact lens of the inveiition, but imparts no substantial 
antimicrobial activity to the contacting aqueous media 
after twenty-four hours of exposure as determined by 5 
the MIC or MBC (depending on the level of protection 
desired). 

[0022] Although the present Invention Is described 
hereinafter in temns of a contact lens (including gas-per- 
meable, soft, hard, etc.), other types of lenses, such as 10 
intraocular lenses, lenticules, corneal inlay and onlay 
tenses, and the like, can be made antimicrobial, thus 
having the properties described herein. 
[0023] In its broadest aspect, the present Invention 
is directed to a lens, preferably a corneal contact lens or is 
simply a contact lens, structured to be used in a mam- 
malian eye. The lens of the invention comprises a lens 
body, preferably an optically clear lens body, including a 
polymeric material and an antimicrobial-effective 
amount of an antimicrobial agent, preferably an inor- 20 
ganic antimicrobial agent which is substantially non- 
leachabte under normal use conditions of the lens, and 
effective against at least one, preferably a plurality, and 
most preferably substantially ail, of the microorganisms 
to which the lens is exposed, for example, while Inside 2s 
and/or outside of tfie eye. 

[0024] The antimicrobial agent may be physically, 
chemically or otherwise combined with the polymeric 
material, either before or after the polymeric material is 
formed. The antimicrobial agent may be present prima- 30 
rily (I.e., at least about 50%), or even substantially 
wholly, at or near the external surface of the lens body, 
e.g., as a coating, or may be substantially uniformly dis- 
tributed throughout the lens body. 

[0025] In a preferred emt>odiment the inorganic as 
antimicrobial agent is a metal ion retained on a ceramic 
canier which is fomrtulated in a contact lens of the inven- 
tion to provide antimicrobial activity that is long lasting. 
Furthermore, such antimicrobial formulation used in the 
present invention kills mk^roorganisms that contact the 40 
lens, including microorganisms which are exposed to a 
contact lens while in or out of the eye, over a prolonged 
period of time. Examples of such mfcroorganisms 
include Staphylococcus epidermidis. Staphylococcus 
aureous. Streptococcus pyogenes. Streptococcus 45 
pneumonia, Haemophilis influenzae, and HaemopNIis 
aegyptius. 

[0026] In a particular embodiment of the lens of the 
invention, the antimk^robial agent is composed of a 
ceramic carrier such as zeolite, which retains an antimi- so 
crobial metal ion. Examples of other inorganc antimi- 
crobial agents include hydroxy . apatite, zirconium 
phosphates and various other ceramics that have been 
ion-exchanged with an antimicrobial metal ion (dis- 
cussed infra). Hydroxy apatite particles containing anti- 55 
microbial metals are described in, e.g., U.S. Patent No. 
5,009,898. Zirconium phosphates containing antimtoro- 
bial metals are described in, e.g., U.S. Patent Nos. 



5.296,238, 5,441,717 and 5,405,644. Other inorganic 
particles, such as the oxides of titanium, aluminum, zinc 
and copper, may be coated with a composition whfch 
confers antimtorobial properties, for example, by releas- 
ing antimicrobial metal Ions such as silver Ions, whbh 
are described, e.g., in U.S. Patent No. 5,1890,585. Inor- 
ganic soluble glass particles containing antimicrobial 
metal ions, such as silver, are described, e.g., in U.S. 
Patent Nos., 5,766,611 and 5,290,544. The following 
patent publications disclose antimterobial zeolite and 
various polymer articles having antibacterial properties 
whfeh contain the zeolrte: U.S. Pat No. 4,525,410; U.S. 
Pat No. 4,775,585; U.S. Pat No. 4,906.464; U.S. Pat 
No. 4,911,898; U.S. Pat No. 4,911,899; U.S. Pat No. 
4,938,955; U.S. Pat No. 4.938,958; U.S. Pat No. 
5.003,638; U.S. Pat No. 5,064.599; U.S. Pat No. 
5,085,416; Japanese Patent Abstract Publication No. 
02080442; and Japanese Patent Abstract Publteation 
No. 02125717. 

[0027] "Zeolite" Is an aluminosilteate having a three 
dimensional skeletal structure that is represented by the 
fbmiula: XM2/„0-Al203-YSi02-ZH20. M represents an 
Ion-exchangeable ion, generally a monovalent or diva- 
lent metal ion, n represents the atomic valency of the 
(metal) ion. X and Y. represent coefRctents of metal 
oxide and silica respectively, and Z represents the 
number of water of crystallization. Examples of such 
zeolites include A-type zeolites, X-type zeolites, Y-type 
zeolites, T-type zeolites, high-silica zeolites, sodalite, 
mordenite, analdte, dinopti'lolite, chabazlte and eri- 
onite. The present invention is not restricted to any spe- 
cifk: types of zeolite earners. Natural zeolites and 
synthetic zeolites can be used to make the antimk»x)bial 
zeolites of the present invention. 
[0028] Antimteroblal zeolite for use in a lens of the 
invention is prepared according to conventional meth- 
ods known In the art, whKih methods are described in 
the patents listed supra: Zeolite partides preferably 
have a particle diameter size from about 0.2 to 40 ^m, 
more preferably between about 0.5 to 5 fun. They 
include the antimk:roblal zeolites disck>sed, for exam- 
ple, in U.S. Patent Nos. 4,938,955 issued to Niira et al. 
and 4,91 1,898 issued to Hagiwara et al. The zeolite of 
Niira '955 is pretended because it contains ion-enhanced 
ammonium whk^h prevents metal Ions retained thereon 
from quckly leaching in large quantities Into an aqueous 
media in contact therewith, e.p., ophthalmte solution or 
the eye. Zeolite retaining metal ions that is prepared in 
iaccordance with Niira '955 is an example of one formu- 
lation of zeolite that can be used advantageously to 
fomi an antimicrobial contact lens of the invention. 
[0029] The specific surface area of preferred zeolite 
partteles is at least about 150 m^/g (anhydrous zeolite 
as standard) and ttie Si02/Al203 mol ratio In the zeolite 
composition is preferably less than 14, more preferably 
less than 11. 

[0030] The antlmterobial metal ions can be retained 
on the zeolite partbles through an ion-exchange reac- 
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tion. Antimicrobial metal ions which are merely 
adsort)ed or attached without an ion-exchange reaction 
exhibit a decreased bactericidal effect and their antimi- 
crobial properties are not as long-lasting. 
[0031] The ion-exchange capacities of these zeo- s 
lites are as follows: A-type zeolite = 7 meq/g; X-type 
zeolite = 6.4 meq/g; Y-type zeolite = 5 meq/g; T-type 
zeolite = 3.4 meq/g; sodalite = 11 .5 meq/g; mordenite = 
2.6 meq/g; analcite = 5 meq/g; dinoptilolite = 2.6 meq/g; 
chabazite = 5 meq/g; and erionite = 3.8 meq/g. These io 
ion-exchange capadties are sufficient for the zeolites to 
undergo ion-exchange with ammonium and antimicro- 
bial metal ions. 

[0032] In the ion-exchange process, the antimicro- 
bial metal fons (cations) tend to be converted into their is 
oxides, hydroxides, basic salts, etc., either in the micro- 
pores or on the surfaces of the zeolite and also tend to 
deposit there, particularly when the concentration of 
metal ions in the vicinity of the zeolite surface is high. 
Such deposition can adversely affect the bactericidal 20 
properties of ion-exchanged zeolite. In usuial methods 
of ion-exchanging the sodium ions of the zeolite for 
other metal ions, a rather high concentration of the 
metal ions is used to obtain a high degree of ion 
exchange. In the zeolites preferred in the present inven- 25 
tion, a relatively low degree of ion exchange is not only 
satisfactory, but also essential for better bactericidal 
properties of ion-exchanged zeolite. The prefen^d zeo- 
lite retains the bactericidal metal ions in an amount up 
to about 41% of the theoretical ion-exchange capacity 30 
of the zeolite. 

[0033] In antimicrobial zeolite particles used in the 
present invention, ion-exchangeable ions present in 
zeolite, such as sodium ions, calcium ions, potassium 
ions and Iron ions are partially replaced with ammonium 35 
and antimicrobial metal Ions. Such ion-exchangeable 
ions may co-exist in the antimicrobial zeolite particle * 
since they do not hinder the antimicrobial effect. 
[0034] The preferred antimicrobial metal ion is sil- 
ver. Antimicrobial nnetal tons (cations) other than silver 40 
can be ion-exchanged in the zeolite, including cations of 
gold, copper, zinc, mercury, tin, lead, bismuth, cad- 
mium, chromium and thallium. Non-toxic antimicrobial 
ions include si^er, gold, copper, and zinc ions. 
[0035] Antimicrobial metal ions, such as silver ions, 45 
are believed to exert their antimicrobial effects by dis- 
rupting respiration and electron transport systems upon 
absorption into bacterial or fungal cells. Antimicrobial 
silver ions are particularly safe due to the fact that they 
are not substantially absorbed into the body Thus, use so 
of silver containing compositions allows for an excep- 
tionally safe, nontoxic fonnulation that is useful in con- 
tact lenses. Thus, the Invention provides a means for 
preventing growth of microbes by killing organisms that 
would othenvise contaminate a contact lens lacking the ss 
antimicrobial properties of the invention. More prefera- 
bly, the invention provides a means for killing or prevent- 
ing the growth of bacteria in or on a lens, which bacteria 



include, but are not necessarily limited to S. aureus, S. 
epidermidis, C, albicans, R vulgaris, S. mutans, and R 
aeruginosa. 

[0036] The antimicrobial component of the lens 
does not migrate into or through a liquid medium to pro- 
vide the desired antimicrobial properties. Instead, the 
antimicrobial components are substantially non-leacha- 
ble from the lens into the Ik^uid media. Furthennore, In a 
preferred embodiment using zeolite containing ion- 
exchanged ammonium ions (in addition to ion- 
exchanged silver) wherein the ammonium Ions are 
present in a concentration of 0.5 to 1 5% by weight of the 
zeoRte, no substantial 'spike* effect is observed. There- 
fore, significant amounts of silver ion are not released 
when the zeolite in the lens is contacted with aqueous 
solution. Thus, the antimfcrobial components of the 
invention remain associated with the lens, do not con- 
taminate fluids In the eye or liquids used to care for con- 
tact lenses and are effective for relatively long periods of 
tirne, even indefinitely. 

[0037] Ion release rate experiments show that an 
antimicrobial agent of the invention can effect antimicro- 
bial action to a lens over long periods of time without 
substantial leaching of antimtorobial partk^les into a 
solution in contact with the lens. The release rate of 
antimicrobial metal ions from zeolite in a typical lens of 
the invention is less than about 100 parts per billion 
(ppb) per day, which release rate is substantially con- 
stant overtime, i.e., there is no "spike" effect Therefore, 
the lens does not make a solution in contact therewith 
antimicrobial, or release amounts of metal ions of any 
signrticance into the eye, which may be of concern to 
the public despite the feet that certain antimicrobial 
metal ions are nontoxic, e.g., silver. 
[0038] The antimtorobial metal ion Is present in a 
concentration from about 0.01 to 5 wL % of the zeolite 
to impart the desired antimicrobial properties to a lens 
of the invention. The antimicrobial particles are prefera- 
bly present in a concentration of about 0.01 to 5% by 
weight of the polymeric material. The concentration will 
vary depending on the amount of silver in the zeolite. 
Antimrcrobial zeoRte is preferably present in an aniount 
from about 0.1 to 3% by weight of the polymeric material 
to prevent substantial discoloration of the lens. 
[0039] A prefen-ed antimicrobial zeolite for use In a 
lens of the invention is Type A zeolite containing either a 
comtxnation of ion-exchanged si^er, zinc, and ammo- 
nium, or silver and ammonium. One such zeolite is 
manufactured by Shinagawa, Inc. (Japan) under the 
product number AW-10N, and consists of 0.6% by 
weight of silver ion-exchanged in Type A zeolite parti- 
cles having a diameter of about 2.5^. Another formula- 
tion, AJ-^ ON, consists of about 2% by weight silver ion- 
exchanged In Type A zeolite particles having a diameter 
of about 2.5^. Another formulation, AW-80, contains 
0.6% by weight of silver ion-exchanged in Type A zeolite 
particles having a diameter of about 1 .0^. Another for- 
mulation, AJ-BON, consists of about 2% by weight silver 
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ion-exchanged in Type A zeolite particles having a 
diameter of about I.O^i. These zeoRtes contain from 
about 0.5% to 14% by weight of ion-exchanged ammo- 
nium. The zeolites are often obtained in master batches . 
of low density polyethylene, polypropylene, or potysty- 5 
rene, containing 20 weight % of the zeolite. 
[0040] The antimicrobial properties of aqueous for- 
mulations of the Inorganic antimicrobial agents of the 
invention may be assayed using conventional tech- 
niques, including for example determining the MIC or 10 
MBC with respect to a variety of bacteria, eumycetes, 
yeast, and other microbes. Assays for determining the 
MIC or MBC are well known in the art. Briefly, a mixture 
containing a particular microorganism is smeared onto 
a culture plate containing culture medium to which a test is 
sample of antimicrobial compound of the invention is 
added at varying content or concentrations. The Inocu- 
lated plate is incubated and cultured to determine the 
presence of growth of the microorganism. In these tests 
the following microorganisms, in addition to those listed 20 
eibove, may be employed: Strepto<xxx:us muians, Por- 
phyromonas gingivalis. Bacillus cereus var mycaides, 
Escherichia coll, Pseudomonas aeruginosa, Staphylo- 
coccus auieus. Streptococcus faecalis, Aspergillus 
niger, Aureobasiduim pullulans, Chaetomium globo- 2s 
surh, Gliodadium virens, Penlcillum funiculosum, Cand- 
ida albicans, and Saccharomyces cerevisiae. 
[0041] Refening now to the drawing, Rg. 1 and Fig. 
2 illustrate a contact lens 11 in accordance with the 
present invention. Contact lens 11 includes an optically so 
clear contact lens body 12 and is useful as a conven- 
tional corrtact lens on the cornea of a mammalian eye to 
connect the vision. 

[0042] Contact lens body 12 is made of a material 
which includes a suitable polymeric material and an 3S 
effective inorganic antimicrobial agent, such as in this 
particular embodiment, silver zeolite 13. TTie antimicro- 
bial agent is present in an amount effective against at 
least one, preferably a plurality, and even substantially 
all of the microorganisms to which contact lens 11 is 40 
exposed. Antimicrobial zeolite 13 in contact lens 11 Is 
ophthalmically acceptable. That is, the antimicrobial 
component of the contact lens is non-toxic, does not 
have, or cause, significant adverse effects on the 
wearer, in particular on the ocular health of the wearer, 45 
and does not cause substantial discoloration of the lens. 
[0043] In fomiulating the material for use in contact 
lens body 12. the material should be optically clear, suit- 
able for use in the eye, and otherwise suitable as a 
material for construction of a contact lens. The poly- so 
meric material useful in contact lens 11 may be sub- 
stantially any such material useful as a component in 
comeal contact lenses, for example, conventional cor- 
neal contact lenses. This polymeric material may com- 
prise polymers that are synthetic, naturally occun-ing, or ss 
a combination thereof. Examples of polymeric materials 
that can be used in contact lens body 12 include silicone 
polymers, such as polysiloxanes and the like; polyole- 



fins, such as polyethylene, polypropylene, and the like; 
polyesters; polyurethanes; acrylic polymers, such as 
polyacrylates and polymethacrylates; hydrogel-fonning 
polymers; polycari^onates; and combinations thereof. 
Specific examples of polymeric materials include poly- 
hydroxyethyl methacrylate (poly-HEMA), pblyacrylim- 
ide, polydimethyl siloxane, polyvlnyl-2-pyrrolidinone, 
silicone-acrylate, or other hydrophilic contact lens mate- 
rial, and the like. The polymer or copolymer should be 
optically clear and othenvise useful as a contact lens 
material. 

[0044] Contact lens 11 can include additional com- 
ponents, such as UV light absorbers, dyes and the like, 
whteh are commonly present in contact lenses In an 
amount effective to provide one or more additional 
desired properties to the lens. 

[0045] Contact lens 11 can be provided with the 
inorganic microbial agent in any suitable manner. In one 
embodiment, a pre-formed contact lens (r.e., the lens is 
already fomned), such as contact lens 11, Is contacted 
with an inorganic antimicrobial agent of the invention 
under conditions effective to retain the agent on the 
lens. In this embodiment the antimicrobial component 
is preferably present primarily, and even substantially 
wholly, at or near an extemal surface, for example, all 
the extemal surfaces, of the body 12 of the contact lens. 
[0046] The aritimicrobial contact lens can be pre- 
pared by applying a coating solution containing an inor- 
ganic antimk:robiai agent onto the lens by, for example, 
direct spray coating or dip coating, Le. , the antimicrobial 
solution is applied by spraying the contact lens with anti- 
mterobial solution as depbted in Rg. 3 or by dipping the 
contact lens into the coating solution, respectively. 
These coating and spraying processes are known gen- 
erally in the art. 

[0047] The coating material includes polymers, 
e.g., hydrophilic poiynhers and copolymers as well as 
hydrogels, or any other suitable polymer that can be 
coated to the surface of a lens of the invention. The con- 
centration of inorgank: antimicrobial agent used in the 
coating solution is between 0.01 and 20%, preferably 
between 0.02 and 10%, and most preferably between 
0.05 and 5%. 

[0048] In another embodiment, a contact lens body, 
such as contact lens body 12, is prepared by polymeriz- 
ing one or more monomers or copolymers chosen to 
provide the polymeric material and the antimicrobial 
component The inorganic antimfcrobial zeolite must be 
incorporated into the polymer while it is in the precursor 
forni before polymerization. To do this, a powder con- 
taining the antimk:robial agent, e.g., zeolite powder, is 
dispersed in the precursor to produce concentrated 
sluny using a high shear mixer to ensure that littie or no 
agglomeration occurs. The slurry concentrate is then 
added to the precursor while mixing to result in the con- 
centration desired. The slurry concentrate is then 
reacted (crossllnked) with the polymer to from the final 
polymer. Crosslinking can be induced chemically, 



6 



11 



EP 1050 314 A1 



12 



through heating Qr by radiation such as UV. 
[0049] For cast polymers using a solvent process, 
the inorganic antimicrobial agent can be added to the 
polymer-solvent mix by first dispersing in the solvent 
alone, and then mixing that combination with the poly- s 
mer-sotvent in this manner, the resulting polymer or 
copolymer has a substantially nonteachable, covalently 
bonded inorganic antimicrobial agent present in the pol- 
ymer structure. 

[0050] The antimicrobial component is preferably io 
substantially uniformly distributed throughout the poly- 
mer or copolymer. Tlie polymer or copolymer can then 
be fonned into a contact lens, such as contact lens 11, 
using conventional mearis such as molding or machin- 
ing. IS 
[0051] Once contact lens 11 is formed, it has suffi- 
cient antimicrobial activity to at least prolong the time 
between separate disinfections of the lens. This feature 
at least reduces the need to separately disinfect contact 
lens 1 1 and. therefore, reduces the amount of care that so 
a contact lens wearer needs to talce without detrimen- 
tally affecting or risldng ocular health. Preferably, the 
antimicrobial contact lens 11 has sufficient antimicrobial 
activity so that no separate disinfection procedure of the 
lens is required. In this embodiment, contact lens 11 25 
can be stored in a commercially availat)le preserved 
contact lens soaking solution while the lens is not in use 
in the eye. Such soaking is satisfactory to maintain con- . 
tact lens 11 suitably free of mbmorganisms without the 
need for a separate disinfection procedure, for example, ao 
contacting contact lens 11 with hydrogen peroxide. 

Claims 

1. An ocular lens comprising a polymeric material 3S 
wherein the polymeric material comprises an anti- 
microbial-effective amount of an antimicrobial zeo- 
lite, the lens being resistant to microbial growth 
within the body or the surface thereof. 

40 

2. The lens of daim 1 wherein the amount of antimi- 
. crobial zeolite is about 0.01 to 5 wt % of the poly- 
meric n^erial. 

3. The lens of daim 2 wherein the antimicrobial zeolite 4S 
comprises ion-exchanged antimicrobial metal cati- 
ons in a concentration of about 0.01 to 5 wt. % of 
the zeolite. 

4. The lens of claim 3 wherein the zeolite comprises so 
ion-exchanged ammonium ions in a concentration 

of about 0.5 to 1 5 wt % of the zeolite. 

5. The lens of darrn 1 wherein the polymeric material 

is selected from silfcone polymers, polyolefins, pol- ss 
yesters, polyurethanes, acrylk^ polymers, hydrogel- 
forming polymers, and polycart)onates. 



6. The lens of claim 1 wherein the inorganto antimicro- 
bial agent is dispersed in the polymeric material. 

7. The lens of daim 1 having a surface coating com- 
prising the polymeric material and the inorganic 
antimicrobial agent 

8. The lens of claim 1 wherein the lens does not leach 
the inorganb antimicrobial agent from the poly- 
mery riiaterial into an aqueous medium in contact 
with the lens in an amount greater than 100 ppb fol-: 
lowing twenty-four hour exposure. 

9. The lens of daim 1 which is a contact lens or an 
intraocular lens. 

10. A contact lens comprising a polymeric material 
wherein the polymeric material comprises an anti- 
microbial-effective amount of a silver zeolite. 

11. The contact lens of claim 10 wherein the polymery 
material comprises the sih^er zeolite in a concentra- 
tion of about 0.01 to 5 wt. % of the polymeric mate- 
rial. 

12. The lens of claim 10 wherein the silver zeolite com- 
prises ion-exchanged silver ions in a concentration 
of about 0.01 to 5 wt % of the zeolite. 

13. The lens of claim 1 0 wherein the sih^er zeolite com- 
prises ion-exchanged ammonium ions in a concen- 
tration of about 0.5 to 1 5 wt % of the zeoHte. 

14. The lens of claim 1 0 wherein the polymeric material 
is selected from silicone polymers, polyolefins, pol- 
yesters, polyuretiianes, acrylic polymers, hydrogel- 
fomrting polymers, and polycarbonates. 

15. The lens of daim 1 0 wherein the silver zeolite is dis- 
persed in the pdymeric material. 

16. The lens of daim 10 having a surface coating com- 
prising the polymeric material and the silver zeolite. 

17. A contact lens comprising a polymeric material 
which comprises a silver zeolite, wherein the silver 
zeol'rte is present in \he polymeric material at a con- 
centration of about 0.1 to 3 wt. % of the polymeric 
material and comprises an amount of ion- 
exchanged silver ions in a concentration of about 
0.01 to 5 wt % of the zeolite and an amount of ion- 
exchanged ammonium ions in a concentration of 

^ about 0.5 to 1 5 wt % of the zeoHte. 

18. The lens of claim 1 7 wherein the polymeric material 
is selected from silicone polymers, polyolefins, pol- 
yesters, polyuretiianes, acrylic polymers, hydrogel- 
fbnning polymers, and polycarbonates. 
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1 9. The lens of claim 1 7 wherein the silver zeolite is dis- 
persed in the polymeric material. 

20. The lens of claim 17 comprising a surface coating 
comprised of the polymeric material and the silver s 
zeolite. 

21. The lens of clabn 17 wherein the lens does not 
leach the silver zeolite from the polymeric material 
into an aqueous medium in contact with the lens in io 
an amount greater than 100 ppb following twenty- 
four hour exposure. 

22. A method of killing or reducing microbes on a con- 
tact lens comprised of a polymeric material, com- is 
prising adding an antimicrobial-effective amount of 

an inorganic antimicrobial agent to the polymeric 
material. 

23. The method of daim 22 wherein the added antimi- 20 
crobial agent Is substantially present at or hear an 
external surface of the contact lens. 

24. The method of claim 22 wherein the added antimi- 
crobial agent is dispersed throughout the polymeric 2S 
material. 

25. The method of claim 22 wherein the antimicrobial . 
agent comprises an antimicrobial metal cations 
retained on a zeolite. ao 

26. The method of claim 25 wherein the antimicrobial 
agent is silver zeolite. 

27. The hfiethod of claim 22 wherein the microt>e is 3S 
selected from S. aureus, S. epidennidis, C. albi- 
cans, R vulgaris, S. mutans and R aeruginosa. 

28. An ocular lens comprising a polymeric material 
wherein the polymeric material comprises an anti- 40 
microbial-effective amount of an inorganic antimi- 
crobial agent 
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